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IN THE UNITE D STATES PATENT AND TR ADEMARK OFFTrv 

Applicant(s) : Georg GROS. 

Based on: PCT/EPOO/05122 

International Filing : June 5, 2000 
Date 

For : COATING METHOD AND COATING MIXTURE 

Hon. Commissioner of Patents November 29 2001 

and Trademarks 
Washington, D.C. 20231 

PRELIMINARY AMENDMENT 

Sir: 

Prior to prosecution, please amend the above-identified patent application as follows: 
IN THE CLAIMS: 

Cancel claims 1-15 without prejudice and substitute the following claims: 

16. A coating mixture Avith anticorrosive properties, comprising apolymeric organic binder, 

a low-molecular liquid compound to be subjected to fi-ee-radical polymerization, a 
compound forming radicals under the influence of actinic radiation, and a conductive 
inorganic pigment, from the group including oxides, phosphates and phosphides of iron 
and aluminum and graphitemica pigments. 

17. The mixture as claimed in claim 1 6, wherein the conductive inorganic pigment is 
magnetizable iron oxide or iron phosphide or a combination of these two pigments. 

18. The mixture as claimed in claim 1 6, wherein the binder is present is an amount of 1 5 to 
60, preferably 20 to 50, in particular 20 to 40% by weight, 
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the polymerizable compound is present in an amount of 24 to 60, preferably 20 to 55, in 
particular 25 to 50% by weight, 

the pigment is present in an amount of 10 to 40, preferably 10 to 35, in particular 12 to 
35% by weight, 

and the photoinitiator is present in an amount of 5 to 30, preferably 8 to 25, in particular 
8 to 20% by weight, as well as further additives are present in an amount of 0. 1 to 5, 
preferably 0.3 to 4, particularly preferably 0.4 to 3% by weight. 

19. The mixture as claimed in claim 1 6, wherein it is free of organic solvents and water. 

20. The mixture as claimed in 16, wherein the binder itself still contains polymerizable 
groups. 

2 1 . The mixture as claimed in 1 6, wherein the binder is selected from the group selected 
from the group consisting of condensation resins, epoxy resins, poly(meth)acrylates, 
polyurethanes, polyesters and polyethers, preferably epoxidized novolaks, bisphenol 
epichlorohydrin condensation products and esterification products of these resins or 
polymers with (meth)acrylic acid. 

22. The mixture as claimed in claim 16, wherein the compound to be subjected to free- 
radical polymerization is a mixture of compounds, at least part of which contains 
more than one polymerizable group in the molecule or completely consists of the 
same. 
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23 . The mixture as claimed in claim 22 , wherein the compound to be subj ected to free-radical 
polymerization is an ester of an a,P-unsaturated carboxylic acid, preferably acrylic or 
methacrylic acid, with a divalent or polyvalent monomeric or oligomeric alcohol. 

24 . The mixture as claimed in claim 23 , wherein the compound to be subj ected to free-radical 
polymerization is selected from the group including dipropylene and tripropylene glycol 
di(meth)acrylate, 2-acetoacetyloxy ethyl methacrylate, hexanediol diacrylate, 
hydroxypropyl methacrylate, hydroxyethyl methacrylate and trimethylolpropane 
triacrylate. 

25. The mixture as claimed in claim 16, wherein the compound forming radicals upon 
irradiation is an aromatic keto compound, 

26. A method of applying a slidable anticorrosive layerto ametallic substrate, characterized 
in that a mixture as claimed in claim 1 6, is applied to the surface of a metallic substrate 
and the coating apphed is irradiated with actinic radiation of such an intensity and for 
such a period that a firm, hard, tough, corrosion-resistant layer is formed. 

27. The method as claimed in claim 26, wherein the coating mixture is applied to obtain a 
layer thickness of 2 to 8 jam, preferably 3 to 7 |Lim. 

28. The method as claimed in claim 26, wherein the substrate to be coated is a steel sheet 
which has previously been zinc-coated and/or chromatized or has been pretreated free of 
chromate. 
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The method as claimed in claim 25, wherein that coating and curing are effected 
continuously one after the other in one step and the layer cured by radiation is possibly 
postcured thermally. 

A flexible metal sheet which is electrolytically zinc-coated or hot-dip coated and/or 
chromatized or pretreated free of chromate and has an organic layer applied thereto, 
which layer can be obtained by the method as claimed in claim 26. 

REMARKS 

The purpose of this amendment is to conform the claims to standard U.S. practice. 

Respectfully submitted, 
FULBRIGHT & JAWORSKI, L.L.P. 




FULBRIGHT & JAWORSKI, L.L.P. 

666 Fifth Avenue 

New York, New York 10103 

(212)318-3148 



: :ODMA\MHODMA\IPT;25097737;1 



4 



09/980182 



Coating Method and Coating Mixture 



This invention relates to a method of applying a weldabte anticorrosive coating to a 
metallic substrate, in particular a body sheet for the automotive industry, as we!! as 
a coating mixture for performing this method. 

Weldable protective coatings as mentioned above on the basis of inorganic pig- 
ment particles and organic polymers are known and described for instance in DE- 
C-34 12 234. 

EP-B-298 409 describes such coatings for steel sheet, which coatings have a 
layer of silicic acid and a cured organic matrix, which was obtained from an epoxy 
resin and a polyvalent isocyanate by thermal cross-linkage. 

EP-C-344 129 describes similar coatings, which are obtained by curing epoxy res- 
ins by means of amines, melamines, phenol resins and the like. 

EP-A-761 320 describes coated steel sheets, which carry an organic protective 
layer which was produced from an aqueous solution by electrolytic polymerization 
of ionogenic polymerizable organic compounds. 

EP,A-659 855 describes an aqueous coating mixture, from which curable antirust 
coatings can be deposited. 

All these known coating mixtures contain organic or aqueous solvents, which must 
be evaporated upon application. To achieve a durable resistance to chemicals and 
weathering influences as well as a sufficient rust protection, these coatings must 
be cured by heating. This has the disadvantage of a higher consumption of energy 
and the risk of the emission of volatile components to the environment by evapora- 
tion. Moreover, chemically cross-linked polymer coatings frequently tend to be- 
come brittle. 
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This means that the steel sheets provided with a thermally cured organic coating 
in the known manner are deformable only to a limited extent, for instance by deep- 
drawing or bevelling. In most cases, this requires a pretreatment with drawing oil. 
The required high curing temperatures can lead to structural changes in the sub- 
strate. ' 

The known coating mixtures frequently contain zinc powder. Such mixtures tend to 
corrosion, which starts between the pigmented layer and the metallic, possibly 
zinc-coated substrate. On the other hand, a content of conductive components is 
required to achieve a weldable coating. 

It was the object of the invention to provide a coating mixture and a coating 
method for corrodible metallic substrates, which provide a corrosion- and solvent- 
resistant slidable weldable coating which can be deformed together with the sub- 
strate without being damaged. 

The invention proceeds from a mixture for applying an anticorrosive layer to a me- 
tallic substrate, comprising a polymeric organic binder, a low-molecular liquid 
compound to be subjected to free-radical polymerization, a compound forming 
radicals under the influence of actinic radiation, and a conductive pigment. 

In accordance with the invention, there is furthermore proposed a coating method 
for a metallic substrate, which method is characterized in that the aforementioned 
mixture is applied to the surface of the substrate and the coating applied is irradi- 
ated with actinic radiation for such a period and with such an intensity that a firm, 
hard, tough corrosion-resistant layer is formed. 

Actinic radiation is understood to be such radiation whose energy is sufficient for 
activating the polymerization initiator Normally, it should at least have the energy 
or the frequency of visible light; short-wave visible or ultraviolet light is preferred. 
Naturally, any radiation of a shorter wavelength, and thus of a higher energy, can 
likewise be used. For instance, electron radiation may be used as well, which has 
the advantage that no photoinitiator is required. 

The inventive coating mixture preferably is free of inert volatile solvents, in particu- 
lar organic solvents or water. 
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The polymeric binder is solid and may be saturated itself. Preferably, the polymeric 
binder contains unsaturated polymerizable groups which in the case of the radia- 
tion-Initiated polymerization of the polymerizable compound can react with the 
same and form an insoluble network. 

Suitable binders include condensation resins, epoxy resins, poly(meth)acryIates, 
polyurethanes, polyesters, polyethers and other similar polymers or polymers de- 
rived therefrom. Preferred binders include epoxidized novolaks, bisphenol 
epichlorohydrin condensation products and esterification products of the above- 
mentioned resins or polymers with acrylic or methacrylic acid. When epoxidized 
novolaks are used, the same may be made on the basis of phenol, substituted 
phenols (for instance cresol) or also polyvalent, possibly substituted phenols or 
mixtures of the aforementioned phenols. 

The low-molecular monomeric compound contains at least one polymerizable 
ethylenically unsaturated group. To achieve a rather good cross-linkage and thus 
insolubility and resistance of the layer to solvents, chemicals and weathering influ- 
ences, at least part of the polymerizable compounds should contain at least two 
polymerizable groups. Preferably, the polymerizable compound is an ester of an 
a,p-unsaturated carboxylic acid with a di- or polyvalent, possibly also oligomeric 
alcohol. Esters of acrylic or methacrylic acid are preferred particularly. Apart from 
ester groups, the polymerizable compounds may also contain other functional 
groups, in particular ether, amide or urethane groups. Examples for suitable poly- 
merizable compounds include dipropylene and tripropylene glycol 
di(meth)acrylate, 2-acetoacetyloxy ethyl methacrylate, hexanediol diacrylate, hy- 
droxypropyl methacrylate, hydroxyethyl methacrylate, trimethylolpropane triacry- 
late. 

As compounds forming radicals when irradiated, in particular photoinitiators, espe- 
cially those can be used, which have a strong absorption in the spectral range of 
the radiation used, in particular of the near ultraviolet or short-wave visible light, 
i.e. with a wavelength approximately in the range from 180 to 700 nm. There can 
be used above all aromatic carbonyl compounds and the derivatives thereof, such 
as quinones, ketones and the ketals thereof, for example benzildimethylketal, ben- 
zoin, substituted benzoins and benzoin ethers, a-amino ketones; furthermore 
polynuclear heterocyclic compounds such as acridines, phenazines and the sub- 
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stitution products thereof as well as substituted phosphine oxides, for instance 
bisacyl phosphine oxides. 

To prevent a premature polymerization of the coating mixtures, the same normally 
contain small amounts of polymerization inhibitors, for instance hydroquinone and 
the derivatives thereof and tert-butyl phenols. Normally, such inhibitors are already 
included in all commercially available polymerizable compounds. 

Normally, the mixtures furthermore contain coating aids, for instance surface- 
active substances, in particular polysiloxanes, silanes and silicon-free oligomeric 
or polymeric surfactants. They can furthermore contain adhesion promoters, solu- 
ble corrosion inhibitors, dyes and color pigments. 

Another important component are inorganic pigments, in particular anticorrosive or 
antirust pigments, for instance oxides, phosphides or phosphates of iron or alumi- 
num, and other conductive pigments, for instance graphite-mica pigments. 

The amounts of the components of the coating mixture lie within the following 
ranges: 

Binder: generally 15 to 60, preferably 20 to 50, in particular 20 to 40 % by weight. 
Polymerizable compound: generally 20 to 60, preferably 20 to 55, in particular 25 
to 50 % by weight. 

Pigment: generally 10 to 40, preferably 10 to 35, in particular 12 to 35 % by 
weight. 

Photoinitiator: generally 5 to 30, preferably 8 to 25, in particular 8 to 20 % by 
weight. 

Additives: generally 0.1 to 5, preferably 0.3 to 4, particularly preferably 0.4 to 3 % 
by weight. 

The coating mixtures are generelly prepared by grinding the insoluble pigment par- 
ticles together with the remaining soluble components to obtain a homogeneous 
viscous mass. The viscosity should lie in a range which allows a uniform applica- 
tion to form a thin layer having a thickness of about 2 to 8 pm. The viscosity can 
be adjusted by choosing the kind and quantity above all of the binder and of the 
polymerizable compound. In general, it lies in the range from 1000 to 10000 mPas. 
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The metallic substrate to be coated preferably is a strip or sheet which mostly con- 
sists of steel and has a thickness in the range from about 0.2 to 1.6 mm. Normally, 
the strip surface is electroiytically or hot-dip zinc-coated and/or chromatized or 
subjected to a similar pretreatment. To the surface pretreated in this way, the 
weldable coating in accordance with the invention is then applied. In general, the 
strip or sheet is unwound onto rolls, so-called coils. To apply the inventive coating, 
the coil is wound off, and upon coating is wound up again. Application is expedi- 
ently effected in a continuous process, in which the strip runs through a coating 
station and thereafter through a curing station. Coating can be effected by spray- 
ing, by means of slot nozzles or by means of rollers. Roller coating is preferred in 
general. Coating is preferably effected at room temperature or a temperature 
slightly above room temperature, i.e. at temperatures in the range from about 20 to 
40°C, the material and the substrate preferably having a temperature of 40 to 
50°C. The layer thickness can generally be 2 to 8, preferably 3 to 7 pm. Since the 
coating compound preferably is free of solvent, this corresponds substantially to 
the layer thickness of the cured layer. 

Upon coating, curing is effected, advantageously by passing through a curing sta- 
tion. In an inert gas atmosphere, for instance under nitrogen, and at a distance of 
few centimeters, the strip is passed below a radiation source which corresponds to 
the entire width of the strip. The strip speed depends on the layer thickness, the 
light sensitivity of the layer, the lamp distance and the lamp performance. It fur- 
thermore depends on whether irradiation is effected in air or in nitrogen. If desired, 
it can be accelerated by providing two or more radiation sources disposed one 
behind the other. As radiation sources, UV light sources such as gas discharge 
lamps, xenon lamps or sodium vapor lamps are preferably used, which have 
emission maxima in the spectral range from about 100 to 700 nm, in particular in 
the range from 200 to 600 nm. Lamps substantially emitting in the short-wave visi- 
ble range from about 400 to 550 nm can also be used. In principle, radiation of 
higher energy, for instance electron radiation, can also be used for curing. Irradia- 
tion, like coating, is effected at ambient temperatures, which do not lie much above 
room temperature, i.e. in general not above about 50°C. The irradiated layer sur- 
face reaches temperatures up to about SO^'C. If an additional postcure is desired, 
the same can be effected by a subsequent brief passage through a drying oven, 
which has a temperature up to about 250'*C, and the surface temperature of the 
strip can reach about 150 to 160^C with a dwell time of 30 seconds. In this way. 
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the corrosion resistance can still be increased; however, such postcure is gener- 
ally not required. 

In any case, the layer composition and the curing conditions should be chosen 
such that a hard, firm, corrosion-resistant layer is obtained, which is, however, suf- 
ficiently tough, so that a deformation of the substrate, for instance of the steel 
sheet, is ensured without brittle cracks in the anticorrosive layer. 

The processing of the anticorrosive layer by the inventive method provides for a 
wide variation of the layer thickness within the range indicated above. The layer 
adheres to the substrate firmly and durably; it can be overpainted as usual, for in- 
stance by cationic dip-coating, and has a smooth, slidable surface. With a thick- 
ness of the cured layer of 3 pm, up to 900 welding spots per electrode are 
achieved. 

In the main field of application of the inventive method, the production and proc- 
essing of body sheets for the automotive industry, the inventive coating of the 
sheets (coils) is advantageously effected at the sheet manufacturer after the pre- 
treatment. The sheets are then protected against corrosion ("coil-coated steel") 
and in this stage can be transported to the finisher, in general to the car manufac- 
turer, and be stored. They are deformed as desired and subjected to a usual dip- 
coating as priming. To this prime coat, a finishing paint will then be applied at a 
later date. In general, the prime coat cannot reach all parts of the deformed steel 
sheet. Due to the inventive coating, the surface still remains protected against cor- 
rosion despite deforming and welding. 

In the following examples, preferred embodiments of the inventive method are ex- 
plained. Amounts and ratios are understood to be in weight units, unless otherwise 
indicated. The amounts are usually indicated in parts by weight (pbw). 
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Example 1 
A mixture of 

20 pbw of a novolak epoxy resin esterified with acrylic acid (Viaktin® 
VTE 6152, 65 % in tripropylene glycol diacrylate, Vianova 
Resins), 

1 5 pbw of an aliphatic urethane acrylate 

(Syntholux® DRB 227, 65 % in hydroxypropyl methacrylate, 
Synthopoi-Chemie), 

26.7 pbw acetoacetyloxy ethyl methacrylate 

(Lonzamon®AAEMA, Lonza AG, Basel), 

8 pbw magnetizable iron oxide 

(Magnetschwarz® S 0045, BASF AG), 

12 pbw iron phosphide 

(Ferrophos® HRS 2132, Occidental Chemical Corp,, Niagara, 
USA), 

3 pbw aluminum triphosphate 

(K-White 105, Teikoku Kako Co., Osaka), 

6 pbw benzildimethylketal 

(Irgacure® 651, Ciba-Geigy AG), 

1 pbw Irgacure® 1 850 (Ciba-Geigy), mixture of 50 % 
1 -hydroxy-cyclohexyl-phenyl ketone and 50 % 
bis(2,6-dimethoxybenzoyl-2,4,4-trimethylpentyl-phosphine 
oxide), 

8 pbw 1 -hydroxy-cyclohexyl-phenyl ketone (irgacure® 184), and 



0.3 



pbw substituted phosphine oxide (Irgacure 819) 
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was thoroughly ground on a roller mill for two hours, until a homogeneous viscous 
mixture was obtained. The viscosity was 100 s outflow time from a flow cup in ac- 
cordance with European standard EN ISO 2431 (CEN). In a roller coating device, 
with a rate of passage of 20 m/min, the mixture was applied to a degreased and 
dried sheet of electrolytically zinc-coated and chromatized steel with a thickness of 
0.8 mm and a width of 20 cm, such that a coating with a thickness of 3 pm (4 g/m^) 
was obtained. Directly thereafter, the sheet was passed through a curing zone, 
where it was irradiated at a distance of 8 cm by means of two succeeding UV gas 
discharge lamps of the firm 1ST, type CK-1 (gallium-doped) and CK (mercury- 
doped), each with a performance of 160 W/cm and emission maxima in the range 
from 200 to 600 nm under a nitrogen atmosphere with 3000 ppm residual oxygen, 
the surface temperature of the coating maximally reaching BO^^C. The cured coat- 
ing was resistant to butanone; when bevelling the coated sheet by an angle of 90"*, 
the sheet showed no signs of damages or cracks in the anticorrosive layer. The 
layer surface was smooth and slidable. Even after 360 hours salt spray test ac- 
cording to DIN 50021 it was still undamaged and showed no signs of red rust. 

Example 2 

As described in Example 1, a cured antirust layer was produced on a zinc-coated 
and chromatized steel sheet. The coating compound contained the following com- 
ponents: 

16 pbw of the aliphatic urethane acrylate indicated in Example 1 (Syn- 
tholux®), 

1 6 pbw of an aliphatic urethane acrylate 

(Viaktin® VTE 6171, 60 % in a cycloaliphatic ether acrylate, 
Servocure® RM-174), 

1 .5 pbw unsaturated phosphoric acid ester 

(Ebecryl® 168, UCB Chemicals, Belgium); 



0.75 pbw 



of a trimethoxysiiane derivative 
(Addid®900, Wacker-Chemie), 
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2 pbw corrosion inhibitor 

(Irgacor® 153, Ciba-Geigy), 

37.75 pbw Lonzamon® AAEMA, 

15 pbw iron phosphide as in Example 1 , 

5.5 pbw Irgacure® 1850, and 

5.5 pbw Irgacure® 1 84. 

Upon coating and curing as in Example 1, a corrosion-protected steel sheet with 
similar properties as in this example was obtained. 

Example 3 

The procedure was as in Example 1 , but there was used a coating compound of 
the following composition: 

20 pbw of an acrylic ester of an aromatic epoxy resin 
(Laromer® LR 8986, BASF AG), 

20 pbw of the aliphatic urethane acrylate indicated in Example 2 (Viak- 
tin® VTE6171), 

0.5 pbw of a polyether-modified polydimethyl siloxane 
(Byk® 333, Byk Chemicals), 

0.1 pbw of a polysiloxane 

(Dow Corning 163 Additive, Dow Corning Corp., USA), 

20.6 pbw Lonzamon® AAEMA, 

1 0 pbw Magnetschwarz® S 0045, 

15 pbw Ferrophos® HRS 2132, 
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3.8 pbw K-White® 105, 

2 pbw Irgacure® 1850, and 

8 pbw Irgacure® 184. 

The coating had a thickness of 4 urn. Irradiation was effected in air with the same 
light source as in Example 1. The rate of passage was 4 m/min. Substantially the 
same results were achieved as in Example 1. 

Example 4 

The procedure was as in Example 1, but the coating mixture was replaced by the 
following mixture: 

22 pbw of an aromatic epoxy resin esterified with acrylic acid (Viaktin® 
EP 86, 75 % in tripropylene glycol diacrylate, Vianova), 

1 0 pbw Viaktin® VTE 61 71 , as in Example 2, 

0.5 pbw Byk® 333, 

0.05 pbw of a silicone-free surface-active polymer 
(Byk® 053), 

27.45 pbw Lonzamon® AAEMA, 

8 pbw Magnetschwarz® S 0045, 

1 2 pbw Ferrophos® HRS 21 32, 

3 pbw K-White®105 

1 pbw Irgacure® 1850, and 

1 6 pbw Irgacure® 1 84. 
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The results were similar to those in the preceding examples. 
Example 5 

The procedure was as in Example 1, but coating was performed with the following 
mixture: 

1 7 pbw Laromer® LR 9896, 
17 pbw Viaktin® VTE6171. 
0.5 pbw Byk® 333, 
0.1 pbw Dow Corning 163 Additive, 
22.9 pbw Lonzamon® AAEMA, 
8 pbw Magnetschwarz® S 0045, 
17 pbw Ferrophos® HRS 2132, 
3.5 pbw K-White®105, 
2 pbw Irgacure® 1850, and 
12 pbw Irgacure® 184. 
The results were comparable to those obtained in Example 1. 

Example 6 

The procedure was as in Example 1 , but coating was performed with the following 
mixture: 
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1 9 pbw of a novolak epoxy resin cross-linked with acrylic acid, 

(Ebecryl® 639 of UCB Chemicals, Belgium, containing 60 % 
epoxy resin, 30 % trimethylolpropane triacrylate and 10 % hy- 
droxyethyl methacrylate), 

8 pbw of an aliphatic urethane acrylate 

(Ebecryl® IRR 351, UCB Chemicals), ' 

5.5 pbw Syntholux® DRB 227, 

3 pbw of an unsaturated phosphoric acid ester 
(Additol® VXL 6219, Vianova Resins) 

0.5 pbw Byk® 333, 

0.02 pbw Dow Corning 163, 

0.4 pbw Irgacure® 153, 

8,5 pbw Magnetschwarz® S 0045, 

13.5 pbw Ferrophos® HRS 2132, 

3.5 pbw K-White® 105, 

13 pbw Irgacure® 184, 

3.25 pbw Irgacure® 651 , 

1 pbw Irgacure® 1850, 

20.83 pbw of a hydroxypropyl methacrylate 

(Bisomer® HPMA, BP Chemicals, Buckingham, GB). 

The results were comparable to those obtained in Example 1 . 
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AMENDED CLAIMS 

[received by the International Office on 31 October 2000 (31/10/00); 
original claims 1-13 replaced by new claims 1-15; (3 pages)] 



1. A coating mixture with anticorrosive properties, comprising a polymeric or- 
ganic binder, a low-molecular liquid compound Jo be subjected to free- 
radical polymerization, a compound forming radicals under the influence of 
actinic radiation, and a conductive inorganic pigment, from the group includ- 
ing oxides, phosphates and phosphides of iron and aluminum and graphite- 
mica pigments. 

2. The mixture as claimed in claim 1, characterized in that the conductive inor- 
ganic pigment is magnetizable iron oxide or iron phosphide or a combina- 
tion of these two pigments. 

3. The mixture as claimed in claim 1 or 2, characterized in that the binder is 
present in an amount of 15 to 60, preferably 20 to 50, in particular 20 to 40 
% by weight, 

the polymerizable compound is present in an amount of 24 to 60, preferably 
20 to 55, in particular 25 to 50 % by weight, 

the pigment is present in an amount of 10 to 40, preferably 10 to 35, in par- 
ticular 12 to 35 % by weight, 

and the photoinitiator is present in an amount of 5 to 30, preferably 8 to 25, 
in particular 8 to 20 % by weight, as well as further additives are present in 
an amount of 0.1 to 5, preferably 0.3 to 4, particulariy preferably 0.4 to 3 % 
by weight. 

4. The mixture as claimed in any of claims 1 to 3, characterized in that it is free 
of organic solvents and water. 

5. The mixture as claimed in any of claims 1 to 4, characterized in that the 
binder itself still contains polymerizable groups. 

6. The mixture as claimed in any of claims 1 to 5, characterized in that the 
binder is selected from the group including condensation resins, epoxy res- 
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ins, poly(meth)acrylates, polyurethanes, polyesters and polyethers, prefera- 
bly epoxidized novolaks, bisphenol epichlorohydrin condensation products 
and esterification products of these resins or polymers with (meth)acrylic 
acid. 

7. The mixture as claimed in any of claims 1 to 6, characterized in that the 
compound to be subjected to free-radical polymerization is a mixture of 
compounds, at least part of which contains more than one polymerizable 
group in the molecule or completely consists of the same. 

8. The mixture as claimed in claim 7, characterized in that the compound to be 
subjected to free-radical polymerization is an ester of an a,p-unsaturated 
carboxylic acid, preferably acrylic or methacrylic acid, with a divalent or 
polyvalent monomeric or oligomeric alcohol. 

9. The mixture as claimed in claim 8, characterized in that the compound to be 
subjected to free-radical polymerization is selected from the group including 
dipropylene and tripropylene glycol di(meth)acrylate, 2-acetoacetyloxy ethyl 
methacrylate, hexanediol diacrylate, hydroxypropyl methacrylate, hy- 
droxyethyl methacrylate and trimethylolpropane triacrylate. 

10. The mixture as claimed in any of claims 1 to 9, characterized in that the 
compound forming radicals upon irradiation is an aromatic keto compound. 

11. A method of applying a slidable anticorrosive layer to a metallic substrate, 
characterized in that a mixture as claimed in any of claims 1 to 10 is applied 
to the surface of a metallic substrate and the coating applied is irradiated 
with actinic radiation of such an intensity and for such a period that a firm, 
hard, tough, corrosion-resistant layer is formed. 

12. The method as claimed in claim 11, characterized in that the coating mix- 
ture is applied to obtain a layer thickness of 2 to 8 pm, preferably 3 to 7 fjm. 

13. The method as claimed in claim 11 or 12, characterized in that the substrate 
to be coated is a steel sheet which has previously been zinc-coated and/or 
chromatized or has been pretreated free of chromate. 
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14. The method as claimed in any of claims 1 0 to 1 3, characterized in that coat- 
ing and curing are effected continuously one after the other in one step and 
the layer cured by radiation is possibly postcured thermally. 

15. A flexible metal sheet which is electrolytically zinc-coated or hot-dip coated 
and/or chromatized or pretreated free of chromate and has an organic layer 
applied thereto, which layer can be obtained by the method as claimed in 
any of claims 11 to 14. 
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